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The amended claims are 
to show deletions. 



AMttNDKP CLAIMS 
m arked with underlining to show additions and strike-through 



, (Currently Amended) A method for temporarily suppressing the repellency of 

an extruded or molded object, said ^com»"^*'P»^ 
and a fluorocarbon^ydrocarbon ester ^.^^ «»F™» ^ 

about ambient temperature tn yiri. the object havin g ^ ^I^m^L- 

2. (Original) The method of claim 1 wherein the heating temperature xs above 
about 60°C and the holding time is above about 1 minute. 

3. (Original) The method of claim 2 wherein the heating temperature is above 
about 70°C and the holding time is above about 5 minutes. 

4 (Original) The method of claim 3 wherein the heating temperature ,s from 
about 70*C to about 150°C and the holding time is from about 1 to about 1 5 mxnutes. 

5 (Original) Themethodof claim 1 wherein the object is selected from the 
^oup consisting of fibers, filaments, fabrics, films, sheets, nonwoven, molded articles, shaped 

articles, and solid objects. 

« (Original) l^ m «hcKlof^5»^4.object. S .»<m WO venft'>n=- 
7 (Cu «„UyAin. a ded)Am«ho<iofn 1 odi<yi»gasurf a ««o fme xm»l e dor ■ 

molded object, add object compriaing a mixture of a polyolefm polymct and a _ 

fl^ocatbon/hyd^boneslerM,^^ 

to a temperature of above 40'C for a, lea* 10 seconds, ruling 

t ^Original, TW metbod of claim 7 therein m. app,y*g of a amfacc modmet la 
sd e«ed from me group consisting of printing, dyeing, painnng, adbesiv. appllcatton. 

thermobonding, and laminating. 

9 (Original) The method of claim 7 wherein the heating temperature is from 
about 70*C to about 150°C and the holding time is from about 1 to about 15 mmutes. 
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CLn 8 » HU«b. of above 40-C for * leas, 10 seconds; coohng to abo* amb.ent 
„ (WiLa^Tnecompos.UonofclabnlOwhereinrtesnrftce.mod.fiedby 

a, .east one of printing, dyeing, painting, applying adhesive, thennobonding or lamrnanng. 

7 CWitbLn) ^eornposirionofcWmlOwherein^hea.lng-perature.s 

, w.,* 10°C to about 150-C and the holding time is from abont 1 to abou< 15 mrnutes. 
from about 10 C to about o f ^ extrude4 „r 

13 (Currently Amended) An improvad ln_a mem 

m .,ded obj Jhaving a madded m** — » ' — 

r^TTpJL prior • e*rusio„ or mo,d,ng wherein use 

le^lng a heating and cooling step afie, extmsion or mo.ding prmr . modrficabon 

^ T ^ » The merhod of daim 13 wfrerem heating is » a temperature above 
ahou,70"C to about 150°C for aume of from about 1 minute to about IS mmutes. 
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